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© Holzschutzmittel. 

© Holzschutzmittel enthaltend ein Triazolylmethylketal der 
Forme! c j 



H 2 C— CH 



R - 

in der R einen Alkylrest mit 2 bis 3 C-Atomen bedeutet und 
Verfahren zur Behandlung von Holz mit diesen Verbin- 
dungen. 
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Holzschutzralttel 

Die vorliegende Erfindung betrifft ein Hclzschutzmittel , 
das ein Triazolylsiethylketai als Wirkstoff enth£.lt . 

Es ist aus der DE-OS 25 51 560 bekannt, 1 -( S-Aryl ) -alkyl- 
-1H-1, 2,4-triazolketale ais Fungi z id e in der Landwirt- 
schaft zur Bek&mpfung phytopathogener Pilze zu verwenden. 
Auch konnen die Substanzen zur Be hand lung von Tieren und 
Mens chen eingesetzt werden, die durch Einwirkung pat;hoge- 
ner Mikroorganismen erkrankt sind. 

Es wurde nun uberraschend gefunden, da£ Tr iazolylme thyl - 
ketale der Pormel 



in der R einen Alkylrest nit 2 bis 3 C-Atomen bedeutet, 
eine sehr gute Wirksamkeit gegen hoi zverf Srbende Pilze, 
Moderfaulepilze und holzze rst5rende Pilze aufweisen. 3e- 
senders wirksaxn sind die Verbindungen 1 -[ 2-( 2, M -Dichlor- 
phenyl)"4-ethyl-l,3-dioxolan-2^yl-methyl]-lH-l,2,U^tria- 
zol (Verbindung A) und l-[ 2-( 2, U-Dichlorphenyl)-4-propyl- 
-l,3-dioxolan-2^yl-cnethyl]-lH-l,2, i *-triazol (Verbindung B) . 
Das breite Wirkungsspektrum der Wirkstoffe im Holzschutz 
konnte nicht vorhergesenen werden, da andere bekannte, 
in der Landwirtschaf t verwendete Triazolderivate, wie 
das 1 - ( tt wChlorphenoxy.) -3 , 3 -dime thyl-1 -( 1H-1 , 2 , U -tria- 
zol-l^yl) -2-butanon (Verbindung 1) (DE-OS 22 01 063) und 
das Si s-phenyl-( 3 -tr if luo methyl -phenyl) -1 - ( 1 , 2, U -tria- 
ds ws/P 
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zolyl ) -rnethan (Verbindung 2) zwar eine ausgezeichne te "* 
fungizide Wirkung gegen phytopathogene Pilze haben, aber 
gegen hcizverf arbende Pilze und Moder f&ulepilze praktisch 
unwirksam sind. 

5 

Folgende holz- und anst richfS. rbende Pilze, ModerfSulepilze 
und holzzerst5rende Pilze lassen sich beispielsweise mit 
den erf indungsgema&en Hoizschut zmitteln bekSmpfen: 
Pullularia ( Aureobasidium pullulans), Sclerophoma pityo- 

10 phila, Ceratocystis spec, Paec ilomyces varictii, Homis- 
cium spec, Stemphylium spec, Phoma violacea, Cladospo- 
rlum herbarum, Tr ichoderma viride, Chaetornium globosum, 
Kuinicola grisea, Merulius lacrlmans, Conlophora pure ana , 
Lentinus lepideus, Lenzites trabea, Trametes versicolor, 

15 Stereurn hirsut urn, Pomes anno s us . 

Die neuen Wirks tof fe kcnr.er. in Zubereitungen, wie Lcsun- 
gen, Ezauisionen, Fasten und Oldispersionen, angewendet 
werden. Die Zubereitungen enthal ten im allgemeinen zwi- 

20 schen 0,1 und 90 Gew.-5 Wirkstoff, vcrzugsweise 0,25 bis 

50 % . Die Auf wandmengen betragen je nach Art des gewunsch- 
ten Effektes 0,5 bis 8 g Wirkstoff je m zu schiiizender 
Holzoberfl&che bzw. 50 bis 4000 g Wi rkstof t/v? Hclz. 
Anstrichf arben enthal ten beispielsweise 0,5 bis 2 Gew.-Jt 

25 Wirkstoff. Zum Schutz von Holzwerkstof f en konnen die Wirk- 
stoffe als Emulsion oder im Untermischverf ahren dem Kleb- 
stoff beispielsweise in Mengen von 2 bis 6 Gew.-S zuge- 
setzt werden. 

30 Die Anwendung der Wirkstoffe erfolgt durch Streichen, 

Spritzen, Spruhen, Tauchen oder Druckimpragnierungs- oder 
Dif f us ionsverf ahren. 

35 
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**Zur VergroBerung des Wirkungsspektrums oder zur Erzielung 
bescnderer Effekte konnen die Wirkstoffe mit ander^-. Wlrk- 
stoffen kombinlert warden. AIs besonders giinstig sind Mi- 
schungen mit folgenden Verbindungen anzusehen: 

5 

Organozinnverbindungen, wie Tributylzinnox id und Tri- 
butyl zinnbenzoat 
Methylenbisthiocyanat 
Alkyl -dimethyl -benzylammoniumchloric 
10 Cet yl-pyr idiniunchlorid 

Chlorierte Phencie, wie Tetra- und Penrac hi or phenol 
Tetr achloriscphthalsSure-dinitrii 

2 - Hal ogenbenzce saure anil id 

N -Cyciohexyl-N -niethoxy-2 , 5-cime thyl-f uran-3-carbonsS.ur e- 
:5 anic 

N ,N -Dimethyl -N 1 -phenyi-vN-fluonnethylthio) -sulf amid 

N -Phenyl -N,N 1 -ciniethyi-N 1 -f luordichlc rmechyi-thicsulf o- 

nyi-dianid 

Benzirr.idazol-2-carbair.insaure-me thyl esrer 
2C 2 -Tr.iocyanomethyl-thiobenzcthiazol 
K u p f e r n a p h t h e n a t 
Kupf er-8 -ox ychinolin 

Alkali- und Me talisalze des N 1 -Hydroxy -N-cyclchexyl- 
-diazeniumoxids 
25 Mercaptobenzthiazol 

N , N -Dime thy 1-N 1 - ( di chlor fluorine thy Ithio ) -sulf amid 
p- Chlor phenyl -3 -propargyl- formal 

3- Jod-2-propynyl-butyl-carbamat 

30 Beispiel 1 

Zur Kersteilung eines oligen Kolzschutzmittels mit 1 % 
wirkstoff wird zunachst 1 Teil (Gewicht steil) der Ver- 
bindung A unter ieichtem ErwSrmen in 55 Te 11 en einer 
35 aromacenreichen Benzinf rakrion gelost. AnschlieSend wer- 
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den 10 Telle eir.es Alkydharzes zugefiigt una bei Raumtem- 
peratur mit Testbenzin auf 100 Telle ergar.zt. 
In entsprechender Weise werden dlige Holzschut zmittel mit 
0,25 bis 5 Gew.-S Wirkstoff A und B hergestellt. 

5 

Zur Herstellung wasserabweisender Impragnieranstriche kon- 
nen den. oliger. Koizschutzmitteln sog. "water repellents" 
zugesetzt werden. Geeignete Substanzen sine beispiels- 
weise Zinkstearat, Aluminiumstearat , Wachse. Ferner kon- 
'0 nen zur Zrzieiung von Farbef f ekten f einteiiige jmorgani- 
sche Oder organische Pigmente oder Sllosliche Farbstoffe 
in die Formulierungen eingearbeitet werden. 

Zum Schutz des Hoizes gegen Piizbefall werden ublicher- 
15 weise 5C bis 200 ml der in Beispiei 1 angefuhrten oiigen 
Holzschuczmittei Je m 2 Holzoberflache durcr. Streichen, 
Scrit^en oder Tauchen aufgebracht. 



Beisoiel 2 



20 



Fiitrierpapierscheiben mit einem Durcbmesser von 13 mm 
und einer Starke von 1 mm werden mit 0,2 mi Losungen in 
Aceton getrankt, die Jewells 200, 100, 50, 25 und 12,5 
Telle wirkstoff je Million Telle Ldsung (pem) er.thalten. 
25 D ie Scheiben werden dann auf einen 2 Ugen Malzextrakt- 
agar in Petrischalen gelegt, die zuvor getrennt mit Spo- 
ren der holzverfarbenden Pilze Pullularia pullulans und 
Trichoderma viride (gniner Holzschimmel) beimpft wurden. 
AnschlieSend werden die Schalen 3 Tage lang bei 22 bis 
30 2U°C bebriitet. Nach dieser Zelt haben sich die Pilze 
in den Son troll schalen sehr gut entwickelr. 

Die fur.gizide Wirksamkeit der Wirkstoffe wird anhand der 
urn die Fiitrierpapierscheiben herum entstandenen pilz- 
3S freien Zonen (HemmhSfe) wie foigt beurteilt: 
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ke in Hemmhof (keine fungizide Y.'lrksamkei t) 
+ kleiner Hemnhof 2 rr.m (geringe fur.gizide Wirksamkeit) 
++ mittlerer Hemnhof 2-6 mm (gute fungizide Wirksamkelt) 
+++ grofeer Kemmhof 6 mm (sehr gute fungizide Wirksamkelt) 



Pullularia pullulans 
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" Belspiel 3 

Die Wirkstoffe A, B sowie die Vergleichsmi ttel 1 una 2 
werden, in Aceton gelost, in Mengen von 40, 20 und 10 ppin 
5 einem verflUssigten 5 SIgen Malzext raktagar zugesetzt. 
Der Agar wird in Petrischalen ausgegossen und nach dem 
Erstarren werden die f ungizidhal tigen NS.hr agar pi at ten 
zentral rr.it dem Moderfaule und Stockflecken verursachen- 
den Pilz Chaetomium globosun beimpft. Nach fiinf tSLgiger 
TO Bebriitung der Schaien bei 25°C wird die Entwicklung der 
Pilzkolonien auf dem Nahrboden im Vergleich mi t der Kon- 
troiie (ohne W irks toff -Zusatz) beurteilt: 

kein Piizwachstum (Piizmyzel abge to re z ) 
geringes Piizwachstum (bis 1/3 der Agarob erf lac he 

bewachsen) 

mittleres Piizwachstum (bis 2/3 der Agaro'D erf lac he 

bewachsen) 

ungehemmtes Piizwachstum (gesamte Agaroberflache 

bewachsen) 



30 
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' Beispiei k 

Die Wirkstoffe A una B weraen, in Aceton gelost, in Mengen 
von 80, 40 una 20 ppra, wie in Beispiel 3 beschrieben, 
5 einern 5 %igen Malzex t raktagar zugesetzt. Der Agar wird in 
Petrischalen gegossen una nach dem Erstarren werden die 
f ungizidhal tigen NShragarplatten zentral mi t dem Myzei der 
holzzers torenden Pilze Coniophora puteana und Trametes 
versicolor beirapft. Nach funftagiger Bebrutung der Scha- 
10 len bei 25°C wird die Entwickiung der Piizkoicnien auf dem 
Nahrboden ini Vergleich mi t der Kontrolle (ohne Fung iz id- 
-Zusatz) beur teilt • 



0 = kein Pilzwachstum (Pilznyzei abgetotet) 
15 1 = geringes Pilzwachstum (bis 1/3 der Agaroberf lache 

b ewachsen) 





3 = raittleres ?i 


Izwachstum (bis 2/3 der 


Agaroberf lache 








b ewachsen) 








5 = ungehemmtes 
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30 

Das Ergebnis der Versuche zeigt, daS die bekannten fungi- 
z id en Tr iazolder iva ze 1 und 2 keine oder nur sehr geringe 
Wirksanikeit gegen Pilze ixn Kolzschutz zeigen wShrer.d 
uberraschend die bekannten fungiziden Tr iazolaerivace A 
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und 3 e ine sehr rate fur.gizide wirksamkei t gegen Piize im 
Hcl zschut z ze igen . 

3eispiel 5 

5 

10 Gewichtsteile der Verbindung B weraen in einer Mi sc hung 
geiost, die aus 90 Gewichtsteilen Xylol, 6 Gewicht steilen 
des Anlagerungsprcduktes von 8 bis 10 Mol Olsaure-N-mono- 
ethanolaniid , 2 Gewichtsteilen Caiciumsalz der Dodecylben- 
TO zclsuif onsaure una 2 Gewichtsteilen des Anlagerungspro- 

dukues von 40 Mol Ethylenoxid an 1 Mol Ricinusol besteht. 
Durch EingieEen der Mischung in Wasser erhalt man einge 
waSrige Dispersion des Wirkstoffs. 

15 3e is pie 1 6 

Zur Ermittlung der fungiziden Wirksarnkeit gegenuber den 
holzzers tcrenden Pilzen Coniophora puteana una Trarrietes 
versicolor wurden Kief ernsplin^hoizklotzchen mi z den 
20 Abmessungen 50 x 25 x 15 mm cit oligen Holzschu t zmi ttel- 
subereitungen , die 1 Gew.-% Wirkstoff B enthielten, in 
Meneen von jeweils 100 g Hoizschu tzmi t tel /rn Holzcber- 
flache bestrichen. Nach vierwochiger Lagerung wurden die 
behandelten Klotzchen zusamraen mit den unbehandel ten 
25 in Glasschalen gelegt, die als PrUfpilz Coniophora 
puteana bzw. Trametes versicolor auf einem Nahragar 
enthielten. Die Schalen wurden anschliefiend in einem Klima 
raum bei einer Temperatur von 22°C und einer relatives 
Luftfeuchte von 70 % bebriitet. Nach dreimonat iger Versuchs 
30 dauer wurden die Klotzchen von anhaf tendem Pilzmycel be- 
freit und getrocknet. Anschlieftend wurde das AusmafS der 
Holzzers to rung festgestellt. 
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fcirkstoff ... % Wirkstcff AusmaS des Pilzangriffs nach 
in der Zuberei- areimona tiger Versuchsdauer 

tung Coniophora Trametes 

puteana versicolor 



5 Wirkstoff B 1 1 1 

Kontrolle - 3a/4b 4a 

(nur Losungs- 
mi tt el , ohne 
Wirkstof f ) 



10 

Bewer tungsschema : 1 unversehrt 

2a stellenweise wenig angegriffen 

2b irn ganzen wenig angegriffen 

3a stellenweise stark angegriffen 

3b im ganzen stark angegriffen 

4a stellenweise vollig zerstort 

15 4b im ganzen vollig zerstort 



20 



25 



30 



35 
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P a t en t a.n s p r U c n e 

1. Holzschutzmittel, enthaltend ein Tr iazolylmethyl - 
ketal der Formel 

CI 

ci_/y\s_ c - ch„ - h/ 1 



10 



IS 



\=y/ \ 2 

0 0 
u C CK 



in der R einen Alkylrest mit 2 bis 3 C-Atomen be- 
deutet . 

2. Holzschutzmittel enthaltend einen festen Oder flussig; 
Tragerstoff una ein Triazolylmethy Ike tal der Formel 

CI 



20 



25 



35 




CI — 0 y — C - CH_ - ^ M 
0 0 



H.C CH 



In der R einen Alkylrest mit 2 bis 3 C-Atomen be- 
deutet . 



3. Verfahren zur Herstellung eines Holzschu t zmi t tels , 
30 dadurch gekennzeichne 1 , daB man einen festen Oder 

flUssigen Tragerstoff vermischt mit einem Triazolyl- 
raethylketal der Formel 
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CI 




0 0 



H_C CH 

d | 

R 

in der R einen Alkylrest mit 2 bis 3 C-Atomen be- 
deutet . 

A. Verfahren zum Schutz von Holz gegen Verfarbung und Zer 
storung durch Pilze, dadurch gekennzeichne t , daS man 
das Holz behandelt mit einem Triazoly lme thylke tal der 
Formel 



CI 




0 0 



H.C CH 

C. 1 

R 

in der R einen Alkylrest mit 2 bis 3 C-Atomen be- 
deutet. 

5. Holzschu tzmittel gemafl Anspruch 1 enthaltend 1- 2- (2, 4 
Dichlorphenyl ) -A -propyl- 1 , 3-dioxolan r 2-y 1 -methyl - 1 H- 
1,2, 4-triazol , 
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Wood Protectant 



The present invention relates to a wood protectant which contains 
triazolylmethylketal as active ingredient. 

German patent application DE-OS 25 51 560 discloses the use of 1-(6-aryl)-alkyl- 
1H-1,2,4-triazole ketals as fungicides in agriculture for combating phytopathogenic 
fungi. The substances can also be used for the treatment of animals and humans 
which have been sickened by the action of pathogenic organisms. 

It has now surprisingly been found that triazolyl methyl ketals of the formula 



in which R represents an alkyl moiety with 2 to 3 carbon atoms, are very effective 
against wood discoloring fungi, mildew and wood-destructive fungi. Especially 
compounds are; 1-[2-(2,4-dichlorophenyl)-4-ethyl-1 ,3-dioxolan-2-yl-methyl]-1 H- 
1,2,4-triazole (compound A) and 1-[2-(2,4-dichlorophenyl)-4-propyl-1,3-dioxolan-2- 
yl-methyl]-1H-1,2,4-triazole (compound B). The broad spectrum of action of the 
active substances in the protection of wood could not have been foreseen, because 
other known triazole derivatives used in agriculture, such as 1-(4-chlorophenoxy)- 
3,3-dimethyl-1-(1H-1,2,4-triazol-1-yl)-2-butanone (Compound 1) (DE-OS 22 01 063) 
and bis-phenyl-(3-trifluoromethyl)-phenyl)-1-(1,2,4-triazolyl)-methane (compound 2) 
do have an excellent fungicidal action against phytopathogenic fungi, but are 
virtually ineffective against wood-discoloring fungi and mildew fungi. 

The following wood and paint discoloring fungi, mildew fungi and wood-destructive 
fungi can be combated, for example, with the wood protectants according to the 
invention: Pullularia (Aureobasidium pullulans), Sclerophoma pityophila, 
Ceratocystis spec, Paecilomyces variotii, Hormiscium spec, Stemphylium spec, 
Phoma violacea, Cladosporium herbarum, Trichoderma viride, Cnaetomium 
globosum, Humicola grisea, Merulius lacrimans, Coniophora puteana, Lentinus 
lepideus, Lenzites trabea, Trametes versicolor, Stereum hirsutum and Fomes 
annosus. 




H 2 C CH 

r 

R 



The new active substances can be used in preparations such as solutions, 
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emulsions, pastes and oil dispersions. The preparations generally contain between 
0.1 and 90 wt.-% of active agent, preferably 0.25 to 50%. The application amounts, 
depending on the kind of effect desired, are 0.5 to 8 g of active agent per square 
meter of the wood surface to be protected and 50 to 4000 g of active agent per 
square meter of wood. Paints contain, for example, 0.5 to 2 wt.-% of active agent. 
For the protection of wood materials the active agents can be added as emulsion or 
added to the adhesive in the mixing process, for example in amounts of 2 to 6 
wt.-%. 

The active agents are applied by brushing, spraying, sprinkling, dipping or pressure 
impregnation or diffusion methods. 

To enlarge the spectrum of effect or to achieve special effects, the active agents 
can be combined with other active agents. Mixtures with the following compounds 
are to be considered as especially good: 

Organic tin compounds, such as tributyl tin oxide and tributyl tin benzoate 
Methylene bisthiocyanate 
Alkyl-dimethyl-benzyl ammonium chloride 
Cetyl pyridinium chloride 

Chlorinated phenols, such as tetra- and pentachlorophenol 
Tetrachlorisophthalic acid dinitrile 
2-Halogen benzoic acid anilide 

N-Cyclohexyl-N-methoxy-2,5-dimethyl-furan-3-carboxylic acid amide 
N^-Dimethyl-N'-phenyl^N-fluoromethylthio) sulfamide 
N-Phenyl-N, N '-dimethyl-N '-fluorodichloromethyl thiosulfonyl diamide 
Benzimidazol-2-carbaminic acid methyl ester 

2- Thiocyanomethyl-thiobenzothiazole 
Copper naphthenate 
Copper-8-oxyquinoline 

Alkali and metal salts of N'-hydroxy-N-cyclohexyl diazenium oxide 
Mercaptobenzothiazole] 

N,N-Dimethyl-N / -(dichlorofluoromethylthio) sulfamide 
p-Chlorophenyl-3-propargyl-formal 

3- lodo-2-propynyl-butyl carbamate 

Example 1 

To prepare an oily wood protectant with 1% active agent, first 1 part (weight-part) of 
compound A is dissolved with slight heating in 55 parts of a gasoline fraction rich in 
aromatics. Then 10 parts of an alkyd resin are added and substitute turpentine is 
added at room temperature to make 100 parts. 
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In like manner, oily wood protectants are made with 0.25 to 5 wt.-% of active 
agents A and B. 

For the preparation of water-repellent impregnating liquids, so-called "water 
repellents" can be added to the oily wood protectants. Suitable substances are, for 
example, zinc stearate, aluminum stearate, and waxes. Also, to achieve color 
effects, finely divided inorganic or organic pigments or oil-soluble dyes can be 
incorporated into the formulations. 

To protect wood against fungi, 50 to 200 ml of the oily wood protectants listed in 
Example 1 can be applied by spraying or dipping per square meter of wood 
surface. 



Example 2 

Filter paper disks with a diameter of 13 mm and a thickness of 1 mm are imbibed 
with 0.2 ml of solutions in acetone which contain 200, 100, 50, 5 and 12.5 parts of 
active agent per million parts of solution (ppm). The disks are then placed on a 2% 
malt extract agar in Petri dishes which have previously been inoculated separately 
with spores of the wood-discoloring fungi, Pullularia pullulans and Trichoderma 
viride (green wood-mildew). Then the dishes are incubated for 3 days at 22 to 
24 °C. After this time the fungi are very well developed in the control dishes. 

The fungicidal effectiveness of the active agents is judged as follows on the basis 
of the fungus-free areas that have formed around the filter paper disks: 



- no fungus areas (no fungicidal effectiveness) 
+ small fungus area 2 mm (slight fungicidal effectiveness) 
++ medium fungus area 2-6 mm (good fungicidal effectiveness) 
+++ large fungus area (6 mm (very good fungicidal effectiveness) 

a) Pullularia pullulans 

Active agent ppm of active agent in the soaking solution 

200 100 50 25 12.5 



A +++ +++ +++ +++ +++ 

B +++ +++ +++ +++ +++ 

1 + 

2 + 

Control (no active agent) 
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b) Trichoderma viride 

Active agent ppm of active agent in the soaking solution 

200 100 50 25 12.5 

A +++ ++ ++ + + 

B +++ ++ ++ + + 

1 

2 

Control (no active agent) 



Example 3 

The active agents A and B and the agents for comparison 1 and 2, dissolved in 
acetone, are added in amounts of 40, 20 and 10 ppm to a liquefied 5% malt 
extract agar. The agar is poured into Petri dishes and after it has stiffened the 
fungicidal nutrient agar plates are inoculated in the center with the mildew and with 
the fungus Chaetomium globosum which causes mildew stains. After five days of 
incubation of the dishes at 25°C the development of the fungus colonies on the 
nutrient ground was judged in comparison with the control (no active agent added). 

0 = no fungus growth (fungal mycelium killed) 
= slight fungus growth (up to 1/3 of the agar surface overgrown) 
3 = medium fungus growth (up to 2/3 of the agar surface overgrown) 
5 = uninhibited fungus growth (entire agar surface overgrown) 

Active agent ppm of active agent in the nutrient agar 

40 20 10 



A 


0 


0 


1 


B 


0 


0 


1 


1 


5 


5 


5 


2 


3 


5 


5 


Control (no active agent) 




5 





Example 4 

The active agents A and B, dissolved in acetone, were added in amounts of 80, 40 
and 20 ppm, as described in Example 4, to a 5% malt extract agar. The agar is 
poured into Petri dishes and after it stiffened the nutrient agar plates containing the 
fungicide are inoculated in the center with the mycelium of the wood-destroying 
fungi, Coniophora puteana and trametes versicolor. After the dishes are incubated 
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for five days at 25 °C the development of the fungus colonies on the nutrient ground 
is judged in comparison with the control (without added fungicide). 

0 = no fungus growth (fungus mycelium killed) 

1 = slight fungus growtn (up to 1/3 of the agar surface overgrown) 

3 = medium fungus growth (up to 2/3 of the agar surface overgrown) 
5 = uninhibited fungus growth (entire agar surface overgrown) 

Active agent ppm of active agent in the nutrient agar 

Coniophora Trametes 
puteana versicolor 





80 


40 


20 


80 40 


20 


A 


0 


0 


0 


0 0 


0 


B 


0 


0 


0 


0 0 


1 



Control (no active agent) 5 5 

The result of the tests shows that the known fungicides triazole derivatives 1 and 2 
show no or only very little effectiveness against fungi in protecting wood, while 
surprisingly the known fungicidal triazole derivatives A and B show a very good 
fungicidal effectiveness against fungi in protecting wood. 

Example 5 

10 weight-parts of compound B are dissolved in a mixture consisting of 90 weight- 
parts of xylene, 6 weight-parts of the addition product of 8 to 10 moles of oleic acid- 
N-monoethanolamide, 2 weight-parts calcium salt of dodecylbenzenesulfonic acid 
and 2 weight-parts of the addition product of 40 moles onto 1 mole of castor oil. By 
pouring the mixture into water an aqueous dispersion of the active agent is 
obtained. 

Example 6 

To determine fungicidal effectiveness against the wood-destroying fungi 
Coniophora puteana and Trametes versicolor, pine billets measuring 50 x 25 x 15 
mm were painted with oily wood protectant preparations containing 1 wt.-% of 
agent B, in amounts of 1 00 g each of wood protectant per square meter of wood 
surface. After four weeks of storage the treated billets together with the untreated 
ones were laid in glass dishes which contained as the test fungi Coniophora 
puteana and Trametes versicolor on nutrient agar. The dishes were then incubated 
in a climate-controlled chamber at a temperature of 22°C and a relative 
atmospheric humidity of 70%. After three months experimental period the billets 
were freed of adhering fungus mycelium and dried. Then the amount of destruction 
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of the wood was determined. 



Active agent % of agent Extent of fungus attack after 

in the preparation three months experiment time 

Coniophora Trametes 
puteana versicolor 

Agent B 1 1 1 

Control - 3a/4b 4a 

(solvent alone, 

no active agent) 



Ratings: 1 no destruction 

2a some areas slightly attacked 

2b slightly attacked all over 

3a some areas strongly attacked 

3b strongly attacked all over 

4a some areas completely destroyed 

4b completely destroyed 
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Claims 

1 . Wood protectant containing a triazolyl methyl ketal of the formula: 

CI 

N 

CI C - CH 2 - N 

N 

C C 
H 2 C CH 
R 

in which R represents an alkyl moiety with 2 to 3 carbon atoms. 

2. Wood protectant containing a solid or liquid vehicle and a triazolyl methyl 
ketal of the formula: 

CI 

N 

CI C - CH 2 - N 

N 

0 O 
H 2 C CH 
R 

in which R represents an alkyl moiety with 2 to 3 carbon atoms. 

3. Method for the preparation of a wood protectant, characterized in that a solid 
or liquid vehicle is mixed with a triazolyl methyl ketal of the formula: 

CI 

N 

CI C-CH 2 -N 

N 

O O 
H 2 C CH 
R 
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in which R represents an alkyl moiety with 2 to 3 carbon atoms. 

Method for the protection of wood against discoloration and destruction by 
fungi, characterized in that the wood is treated with a triazolyl methyl ketal of 
the formula: 

CI 

N 

CI C - CH 2 - N 

N 

O O 
H 2 C CH 
R 

in which R represents an alkyl moiety with 2 to 3 carbon atoms. 

Wood protectant according to claim 1, containing 1- 2-(2,4-dichlorohenyl0-4- 
propyl-1 ,3-dioxolan-2-yl-methyl-1 H-1 ,2,4-triazole. 
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